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Receiving Report 


Comments 
Quantity 
Short 


Batch No: 


Dart P/O: 


Quantity 
Quantity 
Received. 
Returned 


/!?/ / .3(}u;t . 
Iqu] 


Release Note Attached: 
Yes V No -;-"'7'- 
N/A 
Waybill Attached: 
Yes 
~o 
v 
Shipment Complete: 
yes~,. V 
No __ 
N/A __ 
aC6 Inspection 
~ 
~ 
N/A __ 
Work Order 
...........)- 
N/A~ 


Quantity 
Ordered 


\./ 
No 


NO~ 
Cr 
__ 


Description 


Yes 
Yes 
Cash 


Supplier: 


Date: 


Discre 
ancies 
Part 
Number 


Packing Slip: 
Invoice: 
Receipt 


Initials of receiver (if ship-rfient OK) 


Production/Admin: 
~.. 
1 
Date 
Of 
/ ~ ~ 
/ 
Received/Costing 
Initial 


Location 


H:\FORMS\Purchasing\approved 
purch\RECREPORT 
Rev 0 


MAGNA 
Magna Stainless 
5775 Kieran St, Saint-Laurent 
QC H4S OA3 
Phone: (514) 339-1211 
Watts: 
1-800-363-6646 
Fax: (514) 339-1105 
INVOICE 


Pg 
1 of 1 
1018563 


( 
Currency 
Sales Person 
Ship Via 
F.O.B. 
Terms 
1 
lCANADIAN 
DOLLARS 
ERYCK BLAIS 
N1R:R-557065-1 
PREPAID 
NET 
30 DAYS 
) 


Ln 
Back Ordered 
Ordered 
Unit 
Description 
Shipped 
Price Per 
Value 
......• 


.. -. 
- 


ALUMINUM 
SHEET 
4 
PC 
ASH 
6061 T6 
.040" x 48" x 144" 
4 
UN 
155.00 
620.00 
L032547 
4 PC/Ill LB 


- 


\ 


SOLD TO: 


DART AEROSPACE 
LTD 
1270 ABERDEEN 
STREET 
HAWKESBURY 
, ON 
K6A lK7 


SHIP TO: 


DART AEROSPACE 
LTD 
1270 ABERDEEN 
STREET 
HAWKESBURY 
, ON 
K6A 
lK7 
MTR:Y 


INVOICE 
DATE: 
10/27/09 


ORDER 
DATE: 
10/19/09 


SHIP 
DATE: 
10/27/09 


ORDER 
NUMBER: 
W020072 


PURCHASE 
ORDER: 
P010589 


10/28/09 
11:02:56 


Title to the goods sent out on this invoice remllins with Magna Stainless Div of CSM ULC until such time as this invoice 
has been paid in full. Unless otherwise noted terms are 30 days. 
Interest accrues on all overdue accounts at the rate of 
1.5% per month compounded 
monthly. 


Merchandise: 
Surcharges: 


No Tax Costs: 
GST 


Total Due: 


a.S.T. # 1213236471 


G.S.T. # 881565899 
RT0001 


620.00 


31. 00 


651. 00 


• 


/ 


PITTSBURGH,PA 
DAVENPORTWORKS 


Ship From: 
R!VERt>AL1,lA. 


Page 
OS-52754-01-2 


CERTIFIED INSPECTION REPORT 
Alcoa Inc. 


l05~345 
0 
Ship [)ate 
B L. No 


2009.09.30 
4261273 


P.O. No/Goy! Contract No 
P909280K009 
Ln#: 
2 


InyojceNo. 
00000 


Customer 


AICQaNo, Item 
1000152754-2 
Alcoa Item 
------------ 


u 
C 
M 


'" 
<> 
I 
ID 
NI 
<>... 


27255 
46993 
47007 
PC 
126 


Item Description 
0.04 
IN TK 
(+0.0000 
-.0035) 
X 
48.0 
IN W 
1+.125 _ 
.125) X 
144.0 
IN LN 
(+.15625 
'.15625) 
CAT D 126862 
(N) A/T 
6061- 
T6 ~ 
SHEET FOR DISTRIBUTORS 
TOLERANCE 
G~EO. 
AMS4027 REV N 
ANSIH35.2 
REV 2009 
EXC MRK 
ASME-SB- 
209 REV 07 EXC Mll.K ASTMB209 REV 07 
- 
{(MARKED) 
K!lAn' PAPER. INTERLS1\VED 
MAX GROSS SKID war, 4750 LB 
OUAN teL +/_ 
10 ~ 
CQR 
0126862 
REV 
36 
COST 
REQ 
09-09- 
28 
••• W/E 09-10.03 
••• 


3247 
585437 
760&10 
• 
---.-----.-~-~- 
-~~------.- 
•• 
~- 
-------~.- 
--- 
••• 
M 
__ 
• 
~___ 
_ 
• 
._. 
• 
••••••• 
_. 
._. 
_ 


Ship To, 


NUllI 
package Ticket 
Lot 
Weight 
OUantity 
UOM 
Pc Id/serl 
Inspector 
Clock Numbers 
1 


..... 
..,.. 
'"'" 
'"'".., 
"-<> 
<> 
'" 
0 
'" 
'"'"~ 
:z: 
M '" 
E: 
", 
<> 
'" ~ 
< 
0 
:z: '" 
t.' 
.-< 
C 
:<:... 
I 
.-< 
U 
I~ 
'" 
0~ 
"- 
'0 
' ..• 
l~ 


REVIsro 
N DATED 


EL4D 
PC']' 


10 
35.0 


'ITS 
KSI 
tITs 
ICSI 
Max 
Min 
42.0 


Other 
Other 
SI 
F't 
CO 
MN 
KG 
CR. 
ZN 
TI 
Bach 
Total 
Aluminum 
Max 
0.8 
C.7 0.40 0.15 1.2 0.35 0.25 
0.15 0.05 
0.15 
Min 
0.40 
0.15 
0.80.04 
REMAIN 
• Mechanical, 
Physical. 
Metallography. 
Quantometer 
Results 
•• 
. 
••••••••••• _.•••• 
••.. 
••• 
No.> 
tITS 
rYS 
ElAD 
Test 
KSI 
ICSI 
PCT 
10 
50.2 
42.2 
12.2 
50.2 
42 
12.6 
50.7 
42.6 
12.5 
50.5 
42.4 
12.7 
50.6 
42.3 
12.9 


Oir 
Long 
'l'ransv. 


CQR, 
0126862.36 
-Specification 
uimits 
__•••••_•• 
•••••••••••••••••••• 
•••••• 


Tmpr 
Dir 
T6 
Long Trausv. 


Chemical Composition 


Alloy 6061 
Lot: 585437 


1'mpr 
76 


Pate 
DS-52754-01-2 


A!coaNQ 
flem 
1000152754-2 


Alcoa 
II;~I'II 


PrITSBURGH,PA 
DAVENPORTWORKS 
Ship From: 
RIVERDAI.ll.1A. 
!nvoiceNo 
00000 
Customer 


10~3345 
0 
SblQ Date 
B,L. No, 
2009-09-30 
4261273 
eo. No IGoY! Contract No. 
P90928DKOO~ 
Ln#: 2 


Alcoa Inc. 
We -bf 
00ftify IhaI "'" "'"'edel •••• rad bflhbceotiClcM. haobMn.Ull 
.nfhlsooenlovnd 
lO•••• l ~ 
lIPPkUIo~d"crID""--, 
--"'11 Illys;>od!lellliollcfOnnlnv' paftCl1!l. _~on 
-1Ilol 
•....,los 
~ 
•••C1lllelllllllllolJMIlllO 
__ 
""'•••• 
IlS_""'IIl._1_.n_ 
••lhotoco.,Il1i3_. 
Por. 


\-- 
' cERhAED 
INSPECTION REPORT 


Lot, 
585437 
- Mechanical, 
Physical. 
Meta11ograpy, 
51 
43 
50.6 
42.3 
50.7 
42.4 
50.7 
42.2 
50.3 
41.9 


Quantometer 
Results 
12.7 
12.6 
12.7 
12.8 
13.1 


(cont.) 
--••-. 
•__• 
•__•• 
• 
_ 


cast 
Number 
H2U4024 
chemical 
• OES 
SI 
FE 
CO 
KN 
MG 
CR 
ZN 
TI 
Actua1e 
0.63 
0.5 
0.29 
0.06 
1,0 
0.20 
O.OS 
0.02 


This material 
was melted 
in the United 
States or a Qualifying 
Country 
(REF DFARS 
22S.B72,1(al]; 
it was 
manufactured 
in the United States 
'"0I 
'"'", 
0...• 
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